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(57) A lithium secondary battery includes: an elec- 
trode body having a positive electrode, a negative elec- 
trode, and a separator, the positive electrode and the 
negative electrode being wound or laminated by means 
of the separator; and a nonaqueous electrolyte solution 
containing a lithium compound as a electrolyte. At least 
one of the positive electrode, the negative electrode, the 
separator, the nonaqueous electrolyte solution contains 
at least one of: (a) an organic and/or Inorganic inhibitor, 
which functions as a Cu-corrosion inhibitor or a Cu-trap- 
ping agent, (b) a compound having an organic base and 
an inorganic acid which are unitarily combined in a mol- 
ecule, (c) a cyclic compound containing a N-O radical 
in a molecular structure, (d) a cyclic compound which 
becomes a Mn^^ supplier in the nonaqueous electrolyte 
solution, (e) a compound containing an atom showing 
Lewis acidity and an atom showing Lewis basisity in one 
molecule, (f) a three-dimensional siloxane compound, 
and (g) a nonionic surfactant; or the nonaqueous elec- 
trolyte solution contains: (h) a water-extracting agent, or 
(i) a hydrofluoric acid-extracting agent. This lithium sec- 
ondary battery exhibits an excellent effect that self-dis- 
charge property, cycle characteristics, long period sta- 
bility and reliability can be planned. 
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10001] The present invention relates to a lithium secondary battery superior in self^Jischarge property, cycle char- 
actenstics, long penod stability and reliability. » k k jr. y cwiai 



Background Art ^ 

[0002] Inrec^ntyearsJithiumsecondarybatteriesarewidelyusedaschargeableKlisc^ 

having a small s.ze and a large energy density to serve as a power source for electronic equipment such as portable 
communication equipment and a notebook-sized personal computer. In addition, while requests for resource saving 
^IrCh ^« "^"^'"^ ?T ''''' P^°*^^ti°" °^ the earth environment for a background, the lithium sec 

t^JTr^f^ business world. Thus, it is of urgent necessity to put a lithium secondary battery having a large capacitj 
suitable for these uses to practical use. ' j » BiaoMipawiy 

'! '^■TT '«««'y a n«hium transition metal compound oxide is used as a positive • 
sTo? ilS? carton material such as hard carbon or graphite Is used as a negative active material. In aS^ 

taZ^Z "^'^""^ ^ "^'S' °' ^''^"^ V. an aqueous elec^ 

! ^" ^""^""^ conventional secondary batteries. There- 

^^L]^ , ^ • ^ ""^"'^^ fo" with a mbcture of a ^«ftive 

^ conductivity. As the posHlve active material. Uthium coba^ oxide 

or hard carbon, of natural graphite or the like. 

[0005] The metallic foils for the positive and negative electrodes play a role of taking out a current generated in the 
interior electrode body of the lithium secondary battery and transmitting the current to an electrc^e ter^ln^ and fre 
generally caUed as current collector. It is thought that a material having high purity is preferabty So" a Turret 

secondary battery has high reaction potential. As an electrolyte solution to be used for the battery there fe ied n^ 

S^mlS^'^J I " ''"^"l- ^ '"'^""'^^ "^"^^ ^'""^^ " Infinitesimal. In addition, since vaZs kS 

Tf'Ti " '""'^ '^^'^ ^'^bient atmosphere, it s^me«m2 

Sme^iVlT M^^^ °' '"^'""^'^ ^"^ '"'^ nonaqueous electroI^^S 

w^en the assembly of the battery IS completed. The reason Why water is removed is that the ete^^^^ 
aroleoftransmitting current is decomposed.and deterioration of the electrode proceeds, and tt^ 
to various buttery reactions is caused in addition to the simple reason that water is an impurity. ""P^*"'^* 

S !2 bZ^mX: 17^'^\ ^-'f'"' ""^ "^""^ ^'^ "^'^ ""^'"'^ P^°^P^^'« hexafluoride (LiPFe) is used 
^iJSfJ K ■ ^! . . ' '^^'^'^'^ "^^^ "^"^ *° "^^'^^ current-transmission substances, and gas or an 

^cldTF)^^^^^^^^ 

2?m«^ir,n Ti^'f T°^^ ""^'^^'^'^ * "^^^ ^"^ '^"^^"t <^°»e<=to^ and melts the positive 

?rPF?whT.h ? . '^^"y 9""^^^*^ t° decomposition of lithium phosphate hexafluoride 

m2' 7 t t'^'^'^^'y*^- That is, HF concentration in the electrolyte further increases. 

SlnaracSt;^'^^^^ 

l^tnitlnJtc^?^^^^^^^^^ 5^°"^«'y "awery having deterioration in perfonnance due to a long-tem, use 

J^Me sSon^. that metellic foils, which were current collectors corroded and that metals eluted iS m^el^ 
m^^L? , L.-^r""^'^^ °" *^ ^"^^'^^ °f ^^ve material. The surface of the negative aS 

matenal was of reddish copper-colored. Components of the surface was investigated and found ftat a c^mS 

f ; ^ f '^ r contained besides a component called SEI (Solid Electrolyte Interface) generated on a 
surface of carbon when Li* is inserted Into the cathode carbon CThis component is hereSribelow ref erli to S'mhillm 
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SEI layer".) This compound seems to be CuO, CUCO3, or the like. 

[0009] Thus, if a copper SEI layer Is added to a SEt layer (lithium SEt layer) generated due to a normal reaction on 
a surface of the cathode, the SEI layer becomes thicker, and a different chemical substance gets mixed in the SEI 
components, and thereby intercalation and deintercatation of Lh*, which is an electronic conductive body is hindered. 
5 [0010] Thus, corrosion of a copper foil, which is the cathode current collector, gives rise to various reactions in a 
battery and becomes a serious cause of deterioration in performance. This happens remarkably In a cycle drive in 
which charge-discharge is repeated and becomes a fatal defect In the secondary battery. 

[0011]. Further, in the case 'that ethylene carbonate, diethyl carbonate, or a mixture thereof is used for an organic 
solvent as a nonaqueous electrolyte solution, it sometimes happens that the organic solvent is radicalized due to an 
10 electrochemical reaction to allow a radical molecule to be present in the electrolyte solution. Then, a radical decom- 
position reaction starts due to the radical molecule, decomposition of the electrolyte proceeds in chain reaction, the 
organic solvent such as ethylene carbonate is decomposed to be a small molecule of CO2, CO32-. or the like. Thus, 
the organic solvent loses a function as an electrolyte solution, movement of Ll-^ is hindered, and a battery resistance 
rises. 

IS [001 2] The present invention has been made in view of the above problems and aims to provide a lithium secondary 
battery which is excellent in self-discharge property, cycle characteristics, long period stability and has high reliability 
by suppressing hindrance of battery reactions and decomposition of electrolytes. 

Disclosure of Invention 

20 

[0013] According to the present invention, there is provided a lithium secondary battery comprising: 

an electrode body having a positive electrode, a negative electrode, and a separator, the positive electrode and 
the negative electrode being wound or laminated by means of the separator, and 
25 a nonaqueous electrolyte solution containing a lithium compound as a electrolyte; 

characterized in that at least one of the positive electrode, the negative electrode, the separator, and the non- 
aqueous electrolyte solution contains at least one of: 

30 (a) an organic and/or inorganic inhibitor, which functions as a Cu-corroslon Inhibitor or a Cu-trapping agent. 

(b) a compound having an organic base and an inorganic acid which are unltarily combined in a molecule, 

(c) a cyclic compound containing a N-0 radical in a molecular structure, 

(d) a cyclic compound which becomes a Mn2+ supplier in the nonaqueous electrolyte solution, 

(e) a compound containing an atom showing Lewis acidity and an atom showing Lewis baslsity in one molecule 
35 molecular-structurally, 

(f) a three-dimensional siloxane compound, and 

(g) a nonionic surfactant; or 

the nonaqueous electrolyte solution contains: 

(h) a water-extracting agent, or 

40 (i) a hydrofluoric acid-extracting agent 

Brief Description of Drawings 
[0014] 

45 

Fig. 1 is a perspective view showing a structure of a wound-type electrode body. 
Fig. 2 is a perspective view showing a structure of a lamination-type electrode body. 
Fig. 3 is a graph showing results of a cycle test of Examples 1 - 3 and Comparative Example 1. 
Figs. 4(a) and 4(b) are photographs by a scanning type electron microscope showing a particle structure of a 
so carbon material on the surface of the negative electrode after the cycle test is completed. 

Fig. 5 is a graph showing results of a cycle test of Example 4 and Comparative Example 2. 

Fig. 6 is a graph showing change in cycle characteristics with regard to concentration of an added Cu inhibitor in 

Example 5. 

Fig. 7 is a graph showing a charge-discharge pattern in a cycle test of a wound-type electrode body. 
ss Fig. 8 is a graph showing results of a cycle test of Examples 7 - 11 and Comparative Example 3. 

Fig. 9 is a graph showing results of a cycle test of Examples 12 - 14 and Comparative Example 4. 
Fig. 10 is. a graph showing results of a cycle test of Examples 15 - 18 and Comparative Example 5. 
Fig. 11 Is a graph showing results of a cycle test of Example 19 and Comparative Example 6. 
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Rg. 12 is a graph showing results of a cycle test of Example 20 and Comparative Example 7. 

Rg. 13 is a graph showing results of a cycle test of Example 21 and Comparative Example 8. 

Rg. 14 is a graph showing results of a cycle test of Example 22 and Comparative Example 9. 

Rg. 15 is a graph showing results of a cycle test of Example 23 and Comparative Example 10. 

Rg- 1 6 is a graph showing results of a cycle test of Examples 24 - 32 and Comparative Examples 11 and 12. 

Rg. 17 is a graph showing results of a cycle test of Examples 33 - 35 and Comparative Example 13. 

Best Mode for Caring Out the Invention - - 

[0015] Embodiments of the present Invention are hereinbelow described. However, the present invention is by no 
means limited to these embodiments. 

[0016] In a lithium secondary battery of the present invention, in at least one of the positive electrode, the negative 
electrode, the separator, the nonaqueous electrolyte solution is contained at least one of: 



(a) an organic and/or inorganic inhibitor, which functions as a Cu-corrosion inhibitor or a Cu-trapping agent. 

(b) a compound having an organic base and an Inorganic acid which are unitarily combined in a molecule, * 

(c) a cyclic compound containing a N-O radical in a molecular stmcture, 

(d) a cyclic compound which becomes a Mn2+ supplier in the nonaqueous electrolyte solution. 

(e) a compound containing an atom showing Lewis acidity and an atom showing Lewis basisity in one molecule 
20 molecular-structuraliy, 

(f) a three-dimensional siloxane compound, and 

(g) a nonionic surfactant; or 

in the nonaqueous electrolyte solution is contained: 

(h) a water-extracting agent, or 

25 (I) a hydrofluoric acid-extracting agent. 

[0017] Each of the aforementioned compounds (a) - (0 is hereinbelow described. 

[0018] Rrst. in the present invention, the tenri (a compound is) "contained" includes the case that a compound is 
contained in an electrode or a separator by impregnating the electrode or the separator with the nonaqueous electrolyte 
solution where a compound is added, or the case that a compound applied to an electrode or a separator in advance 
moves into the nonaqueous electrolyte solution to be contained therein. 

[001 9] In a lithium secondary battery of the present invention, as a method for containing the compound, there may 
be employed at least one of methods in which: (1) the compound is dispersed on or covers a surface of the electrode 
active material particles constituting a positive electrode and/or a negative electrode, (2) the compound is dispersed 
on a surface of the separator, and (3) the compound is fine-powdered and suspension-dispersed in the nonaqueous 
electrolyte solution. Therefore, these means may be used in combination. 

[0020] Specifically, there may be employed, as a method for making a compound contained in an electrode, a method 
(dipping) for immersing the electrode in a compound agent dissolved in a soluble solvent, or a method for applying the 
compound on an electrode by spraying, brush coating, or the like. In any case, an electrode is impregnated with this 
compound and dried later to be used for production of an electrode thereafter. The same method may be employed 
for dispersing fixing on a surface of a separator. An electrolyte solution may be unlfonnly impregnated with the com- 
pound with the compound being fine-powdered up to a degree where the compound does not precipitate due to qravitv 
[0021] Next, an inhibitor of (a) Is described. 

[0022] Though a Cu-con-osion Inhibitor and a Cu-trapping agent are a general Idea including an organic compound 
and inorganic compound capable of suppressing corrosion of a negative current collector by impregnating a lithium 
secondary battery and of trapping and fixing Cu eluted in an electrolyte solution, here they mean a group of compounds 
having high effects of Cu-corrosion resistance and Cu-trapping. and not hindering battery reaction with being chemically 
stabilized even in an organic solvent. In a lithium secondary battery, a battery can easily be impregnated with such a 
compound, which prevents a negative cun-ent collector using Cu from corroding, exhibits an effect of trapping eluted 
so Cu, and can contribute to improvement in battery performance. 

[0023] In contrast, a compound which should not included in the inhibitor of (a) means a compound which does not 
have effect of preventing Cu from corroding or which does not have Cu-trapping effect at all. If a compound has such 
effect even a little, the compound is included in the present invention. 

[0024] As an organic inhibitor which can be used, the one where a central element of a polar group of said organic 
inhibitor contains at least one selected from the group consisting of N. P and As in 5B group and O, S and Se in 6B 
group of a periodic table is preferable. 

[0025] As the aforementioned organic inhibitor, there may be preferably used one containing at least one of 1 2 3 
- benzotriazole, 4 or 5 - benzotriazole. benzimidazole. 2 - benzlmidazolethlol. 2 - benzoxazolethiole, 2 -methylbenso- 
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thiazole, indole, and 2-mercaptothiazoIine. 

[0026] As the aforementioned organic inhibitor, there may be preferably used the one containing dithiocarbamic acid 
or a derivative thereof. As the derivative, there is preferably used one containing at least one of diethyldithiocarbamate, 
dimethyldithiocarbamate, N - methyldithiocarbamate. ethylenebisdithiocarbamate, and dithiocarbamate. 
s [0027] It is preferable that the organic inhibitor is a sulfur compound. As the sulfur compound, there is preferably 
used one containing at least one of derivatives of each of thiourea, thioacetamide, thiosemicarbazide, thiophenol, P- 
thiocresol, thiobenzoinic acid, and W-methylcaptocarboxylic acid. 

[0028] As the aforementioned inhibitor, there is preferably used one containing at least one of didodecyl-tritio-car- 
bamate, didodecyl decane-1 . 1 0-dithiolate, dodecyl-11 -cereno-cyanate undecanethiolate, octadecylthiocyanate, octa- 
vo decylcerenocyanate, and tri(dodecylthio)phosphlne. 

[0029] As the aforementioned inhibitor, 6 substituted - 1 , 3. 5 - triazine - 2, 4 dithiol is preferable. The substituent is 
preferably one of OH, SH, OR', NH2, NR2. and NHR'(R, R': hydrocarbon group). 

[0030] As the aforementioned inhibitor, there is preferably used one containing at least one of amine type organic 
compound, amid type organic compound, tetrazole derivative, 3 • amino type organic compound, and 1 , 2, 4 - triazole 
IS type organic compound. 

[0031] As the aforementioned inhibitor, an imidazole type organic compound Is preferable. As the imidazole type 
organic compound, there is preferably used the one containing at least one of imidazole, 4-methy I imidazole, 4-methyl- 
4-methylimidazole, 1-phenyl-4-methylimidazole, and 1 - (p-tolyl) - 4 - methylimidazole. 

[0032] These organic inhibitors are suitably used because they are stable in an electrolyte solution and have high 
20 Li+ conductivity. Content of these organic inhibitors in a nonaqueous electrolyte solution is preferably within 0.01 - 1 0.0 
mass%, and more preferably 0.1 0 - 0.50 mass%. As is clear from Examples described below, when the content of the 
organic inhibitors in a nonaqueous electrolyte solution is 0.01 mass%, effect as a Cu-corrosion inhibitor or a Cu-trapping 
agent is a little, and therefore when it is used In a battery, the battery has little functional effect. On the other hand, 
when the content of the organic inhibitors in a nonaqueous electrolyte solution is 10.0 mass% or more, the battery 
25 characteristics deteriorate in total as battery reaction conversely though effect as a Cu-corrosion inhibitor or a Cu- 
trapping agent increases. The reason why the battery characteristics deteriorate is not clear but seems to be due to 
decrease in ion conductivity because an electrolyte solution is diluted if the content of inhibitors is too much. 
[0033] Here, a mechanism of suppressing corrosion of Cu by an organic inhibitor and trapping mechanism of the 
present invention is described. 

30 [0034] As a mechanism where an organic inhibitor Influences Cu, it is generally classified into adsorption type, oxi- 
dation coat type, precipitation coat type, anode type, cathode type, and bipolar type. In practice. It seems to be due to 
a reaction where polar groups of N, S, OH, etc., present in a molecular structure of the organic inhibitor adsorb Cu on 
the surface of the polar groups. In the case that an added organic inhibitor contains a N atom or a S atom in suppression 
of corrosion of a negative current collector (Cu foil), it Is conceivable that these atoms having polarization chemically 

35 bond with each Cu atom on a surface of the Cu foil. However, whether the bonding Is an anode point or cathode point 
Is unclear. In practice, adsorption is caused to cover the whole surface of the Cu foil, and it is presumed that anode 
reaction and cathode reaction are suppressed. 

[0035] Next, it is preferable that the inorganic inhibitor is specifically one selected from the group consisting of phos- 
phates, chromates, iron simple substance, iron compounds, nitrites, and silicates. 

40 [0036] As the above phosphates, it Is preferable to use one of polyphosphates, glassy phosphates, hexametaphos- 
phates, orthophosphates, and metaphosphates. As the above chromates, cylcohexyl ammonium chromate or ammo- 
nium chromate is preferable. As the above iron compounds, ferric oxide, or iron sulfide is preferable. 
[0037] These inorganic inhibitors are suitably used because they are stable in an electrolyte solution and show high 
Li+ conductivity. Content of these inorganic inhibitors in a nonaqueous electrolyte solution is preferably 0.01 - 0.10 

^ mass% and more preferably 0. 1 0 - 0.50 mass%. When the content of the inorganic inhibitor in a nonaqueous electrolyte 
solution is 0.01 mass%. effect as a Cu-corrosion inhibitor or a Cu-trapping agent is a little, and therefore when it is 
used in a battery, the battery hasMittle functional effect. On the other hand, the content of the inorganic inhibitor in a 
nonaqueous electrolyte solution is 1 0.0 mass% or more, properties of the battery deteriorate in total as battery reaction 
conversely though effect as a Cu-corrosion inhibitor or a Cu-trapping agent increases. Like the case of organic inhibitor, 

50 the reason why the battery characteristics deteriorate is not clear but seems to be due to decrease in ion conductivity 
because an electrolyte solution is diluted if the content of inhibitors Is too much. 

[0038] Here, mechanism of suppressing corrosion of Cu by an inorganic inhibitor and trapping mechanism of the 
present invention is described. 

[0039] As a mechanism where an inorganic inhibitor influences Cu. like an organic inhibitor, it is generally classified 
55 Into adsorption type, oxidation coat type, precipitation coat type, anode type, cathode type, and bipolar type. In practice, 
it seems that almost all the corrosion mechanism of an inorganic inhibitor belongs to coat type, anode type, or cathode 
type. 

[0040] Thus, in the present invention, conrosion of a negative current collector is suppressed by applying an inhibitor 
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to a copper foil. In addition, by making the compound present in an electrolyte solution. Cu eluted due to corrosfon of 
a negative current collector can be trapped by the compound. 

[0041] Further, if the compound is an organic compound having a heteroatom, HF in an electrolyte solution can be 
trapped by the effect of the heteroatom. Though, as matter of course, corrosion of a battery and deterioration of a 
nonaqueous electrolyte solution can be suppressed, hindrance to electric reaction can be remarkably reduced svner- 
gically because elution of Cu in an electrolyte solution Is suppressed. 
[0042] Next, the aforementioned compound (b) is described. 

[0043] Compounds where an organic base and an inorganic tfcid are urttted are specifically compounds wherein as 
an organic base, a nitndeK»ntaining six-membered ring compound, a nitride-containing polycyclic compound or 'the 
lite and, as an inorganic acid, a strong acid such as hydrogen chloride and sulfuric acid are united. Further a compound 
Where the above organic base contains electron-donating substituent is particularly suitably employed 'Examples of 
such a compound are 1 . 8 - diamine - 4. 5 - dihydroxycyanthrachinon (Chemical fomiula I). 2. 4 - diamino - 6 - mer- 
caplopynm>d,nehemisulfate(Chemicalfom,ulallshownbelow),6-hydroxy-2.4.5-tri 

ical fom,ula IN shown below). 2 - iminopiperWine hydrochloride (Chemical fomiula IV shown below), imipramine hy- 
drochtonde (Chimcal formula V shown below), and hexacyclen trisulfate (Chemical formula VI shown below) These 
are suitably used as the compound because they are stable in an electrolyte solution and show high Li- conducUvity 



(Chemical formula I) 



2 Y^^N 



(Chemical formula II) 



NH, 



As X •1/2H.S0. 



(Chemical formula III) 



NH, 
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(Chemical formula IV) 



10 ^N-^NH 

H 

•HCI 



(Chemical formula V) 

20 



25 




(Chemical formula VI) 

35 



40 



45 



[0044] Here, a mechanism of inactivating HF and suppressing generation of SEI by a compound where an organic 
base and an inorganic acid are united is described. 

[0045] For an electrolyte solution In the present Invention, a nonaqueous electrolyte solution not containing water is 
used. However, when a battery is composed, water adhering to battery members, etc., cannot completely be removed. 
Therefore, water is present in the electrolyte solution though the amount is very small; and by the water, LiPFg which 
is an electrolyte, is decomposed, and HF, COg or the like is generated. 

[0046] HF generated at this time dissolves and corrodes metallic materials for a battery case and a current collector, 
and simultaneously dissolves a positive active material to elute transition metal. In addition, since a formation reaction 
of SEI is an exothermic reaction, decomposition of an electrolyte by water is accelerated, and HF is further formed. 
[0047] Therefore, since HF can be immobilized to be in inactive condition because an electron-donating element in 
a portion of an organic base of the compound and a substituent show Lewis basicity, and thereby the reaction between 



H 
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H 
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Z^nJ^^S Tr " 'T'^^^''- aforemenUoned SEI composite is formed, an anion of 
Zll?Tn T*" "'"^ '° " ^" '-'^SO^) and cover a surface of a negative ac J 

matenarme film covenng the surface of the negative active material Is of a salt of a strong acid, which I chemicallV 

^Ts^Z^ "^'"'^ ^ s^pprSS 

n^?nr« "^t- '^y^' °' ^ ^"^i^ « intentionally generated on a 

SfrT-i^ K ^ ' ^'"^"^ °' «° « between negative-elLtrode caS,S 

laye^. This .s_because quantity of strong acid anions, whichtecomes a matSHal of a strong addsall in an eleSoMe 
can be conlroned depending on a quantity of the compound added. Thfe enables to fom, a SEI ifyer on a su^e of 

a conventional SEI layer cannot be formed. 

[0049] Next, the aforementioned compound (c) is described 

[00501 As a cyclic compound containing a N-O radical in its molecular structure, a compound having a molecular 

inSorSmSTr"'.! """"T ^ ^^^"3 « '-•^-^^ strulrTshorby the 

general tonmula (VIII), as another molecular structure, is also preferred. 

General formula (VII) 




General formula (VIII) 



40 



„ Rl4 Rl3 
Rl8 Ro 
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(Ri - Riq: hydrogen group, hydrocarbon group, or cyano group) 

[0051] Dcamples are 2, 2. 6. 6 - tetramethyl - 1 - piperidlnyloxy free radical. 4 -cyano -2. 2 6 6 - tetramethvl 1 

»K»»n. and * « hhc« ^SS^J'^ 
[0052] Ne)(t, the aforementioned compound (d) is described 

KUi:;:srrers^^^^^ 

JSnnH*^""^"^' (") Phthalocyanine shown by the following chemical fom,ula (IX) exemplifies the 

rtt!^"mp?und''^''""'"''''*°'^^"^^^^^^ 
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Chemical formula (IX) 



10 



15 
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[0055] A mechanism of suppressing a radical decomposition reaction by the compound is hereinbetow described. 
[0056] In the present invention, a mixture of ethylene carbonate and diethyl carbonate is used as an electrolyte 
solution for filling the interior of an electrode body therewith. Even in such an organic solvent, a radical molecule is 
sometimes generated from an organic solvent molecule due to electric reaction upon charge-discharge while charge- 

20 discharge of a battery is repeated. In the case that an electrolyte solution is of an organic solvent type, it Is impossible 
to restore the electrolyte solution once decomposed to the original state. Therefore, when gas or the like is generated 
due to decomposition of an organic solvent, internal pressure of the battery rises to be under dangerous conditions. 
[0057] That is, if charge-discharge is repeated in a lithium secondary battery, a part of an organic solvent R^H (R;^: 
hydrocarbon group), which is the electrolyte solution. Is decomposed up to a small molecule as in the following formula 

25 (1). 

R^H ^ . + H* -> COg, COg^'. etc. fomiula (1 ) 

30 (R^ • : radical molecule generated by an electrochemical reaction) 

[0058] As a method for controlling a radical decomposition reaction as the above, two methods may be employed: 
1) adding a radical compound and 2) utilizing chemical equilibrium reaction for extinguishing the radical shown by the 
following fomnulae 2) and 3). respectively. 

35 

R^H -> R;^ • + H"*^ + Rg • Ry^ Rg formula (2) 

(Rb * : radical cyclic compound added according to the present invention) 

R^H + Mn^ <=> R^ • + H"" + Mn^"" forrriula (3) 



[0059] 1) (formula (2)) is an idea that a radical compound Rg • which quickly reacts Is added to a radical compound 
Ryv * generated upon charge discharge in proper quantity to subject the radicals to reacting and bonding mutually so 
^ as not to be decomposed any more. In addition. 2) is an klea that chemical equilibrium is moved to the side where an 
organic solvent is maintained by adding Mn^* in proper quantity by utilizing the state where a radical compound R^ • 
generated has a chemical equilibrium relation with a healthy organic solvent molecule and a manganese ion eluted 
from a positive active material. 

[0060] Therefore, in the present invention, the radical generated upon charge-discharge is extinguished in the battery 
^ to suppress decomposition of an organic solvent by a method in which acyclic compound containing a N-O radical of 

the compound in a molecular structure is subjected to a radical/radical reaction, or by a method in which a cyclic 

compound which becomes a Mn^* supplier supplies a Mn2+ ion in radical chemical equilibrium of 2); and thereby the 

electrolyte solution can be maintained in a healthy state. 

[0061] Next, a mechanism of inactivating HF by the compound is described. 
55 [0062] As described above, water is present in an electrolyte solution in the present invention though the amount is 

very small, and an electrolyte solution and an electrolyte are decomposed by the water to generate HF, gas (COg), etc. 

[0063] HF generated at this time elute transition metal by dissolving a positive active material with dissolving and 
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corroding metal material of a battery case and a current collector to derive fomnation of vicious SEI containing a metallic 
atom. Incidentally, decomposition of an electrolyte is accelerated and proceeded more with a temperature of a battery 
being higher. Since the SEI fomnation reaction is an exothemfiic reaction, decomposition of an electrolyte by water is 
accelerated by this heat, and HF is further fomoed. 

[0064] Therefore, in the present invention, an atom showing Lewis basicity, that is. a N atom having an unshared 
electron pair and showing an electron-donating property is coordinated bonded with HF having an empty electron orbit 
to fix HF in a molecular structure of the compound; and thereby HF in a battery Is inactivated, and influence by HF can 
be controlled. Since the compound fixes HF even in the case that temperature of a battery itself becomes high while 
charge-discharge is repeated, formation of vicious SEI Is suppressed. 
[0065] Next, the above compound (e) is described. 

[0066] As a compound containing an atom showing Lewis acidity and an atom showing Lewis basisity in one molecule 
molecular-stnjcturally. alumatrane tetramer (C6Hi2NA103)4) shown in the following chemical formula (X) is suitable 
Since this has a cyclic structure, this is stable in an electrolyte solution and shows high Li+ conductivity and therebv 
being suitably used as ttie compound. 



Chemical formula (X) 



t^o)'— 'i^'— 



[0067] Here, a mechanism of inactivating HjO and HF by a compound containing an atom showing Lewis acidity 
and an atom showing Lewis basisity in one molecule is described. 

[0068] Water is present in an electrolyte solution of the present invention though the amount is very small and UPF„ 
which is an electrolyte, is decomposed to generate HF, COg, etc. ' 
[0089] HF generated at this time elute transition metal by dissolving a positive active material with dissolving and 
com)ding metal material of a battery case and a current collector to drive fonnation of vicious SEI containing a metallic 
atom. Incidentally, decomposition of an electrolyte is accelerated and proceeded more with a temperature of a battery 
being higher. Since the SEI fomiation reaction is an exothemiic reaction, decomposition of an electrolyte by water is 
accelerated bythis heat, and HF is further fomied. 

[0070] Therefore, an atom showing Lewis acidity, that is, an Al atom having an empty electron orbit and showing an 
electron-attracting property is coordinately bond with a H2O molecule present in the same electrolyte solution and 
having unshared electron pair to fix H2O in a molecular structure of the compound. In the same manner, an atom 
showing Lewis basicity, that is. a N atom having an unshared electron pair and showing an electron-donating property 
B coordinately bonded with HF having an empty electron orbit to fix HF in a molecular structure of the compound By 
aiis. since the compound fixes HF even in the case that temperature of a battery itself becomes high while charge- 
discharge IS repeated, formation of vicious SEI is suppressed. 

[0071 ] Thus, a battery-deteriorating component is removed by two Lewis acid-base reaction of Al-H,© and N-HR If 
a substance showing Lewis acidity and a substance showing Lewis basicity are added in a batteiy. the substances 
react mutually, and profitable effect cannot be obtained. However, since reaction is not caused in a compound having 
Lewe acidity and Lewis basicity in one molecule, each of the properties can be utilized; and HoO and HF which are 
battery-detenorating components, can be simultaneously removed. 
[0072] Next, the above compound (f) is described. 

[0073] Suitable three-dimensional siloxane compounds are specifically 1 - allyl - 3, 5. 7. 9 11 13 15 - heotacv- 
c opentylpentacyclo [9. 5. 1. 13.9. is.is. 17,13, octasiloxane. 1 - (3 - chloropropyO - 3. 5. 7. 9, 11," is' 15 - heptacy- 
ctopentypentecyclo [9. 5. 1. 13^. is.is 17.13, octasiloxane. 1 - (A-vinylphen^'! 3, 5, 7, 9. 11, 13 15 - hepS j- 

TsT^^^TtSl- \' ' ■ '"'"^ ^t^y - 3. 5. 7. 9, 11. 13. 15 - heptacy;iop;ntylpent^cycto 

(9. 5. 1 13,9. 15.15. 17.13] octasiloxane - 1 - undecanoate. 1. 3, 5, 7, 9, 11. u - heptacyclohexytficyclo [7. 3 3 15."1 
heptasilox^e - 3 7 14 - triol. 1 3, 5. 7. 9 11. 13 - heptacyclopentyl - 15 - [2 - (diphenylphosphino) ethyQ pentacycto 
Vs 15 7 3, . ; ^ octasiloxane. 1, 3. 5. 7. 9. 11. 13 - heptacyclopenthyl - 15 - glycidilpentacycio (9. 5. 1. IW 
1 • > 17.13] octasiloxane. 3. 5. 7. 9. ll , 13. 15 - heptacyctopentylpentacydo p. 5. 1. IW. i5.i5 17.13, octasiloxane - 
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1 - butylonitrile, 3, 5, 7, 9, 11 , 13, 15 - heptacyclopentylpentacycio [[9. 5. 1 . 13.9. 15.15, i7,i3] octasiloxane - 1 - ole, 3 - 
(3, 5, 7, 9, 11 , 13, 15 - heptacyclopenthylpentacycio [9. 5. 1. 1^-^. I^'*"^. 1^.13] octasiloxane - 1 - yl) propylmethacrylate, 
1, 3. 5, 7, 9, 11, 14 - heptacyclopentyltrlcycio [7. 3. 3. I^.ii] heptasiloxane - endo - 3, 7, 14 - triol, 1. 3, 5, 7, 9. 11,13- 
heptacyclopenthyl - 15 - vinylpentacycio [9. 5. 1. 1^.^. l^.is. i7.i3] octasiloxane, 1 - hydride - 3, 5, 7, 9, 11, 13. 15 - 

s heptacyclopenthylpentacycio [9. 5. 1 . 1 3.9.i 5.i5, 1 7,i3j octasiloxane, methyl - 3, 5, 7, 9, 1 1 , 1 3, 1 5 - heptacyclopenthyl- 
pentacycio [9. 5. 1. 13'9 IS'^'S. 17.13] octasiloxane - 1 - propionate, 1 - [2-{5-norbornane - 2 - yl) ethyl] - 3. 5, 7, 9, 11, 
13. 15 - heptacyclopenthylpentacycio [9. 5. 1. 1^-^ l^.is. 17,13] octasiloxane, 1, 3, 5. 7, 9, 11, 13, 15 -octakis (dimeth- 
ylsilyloxy) pentacycio [9. 5. 1. 13*9. -js.is. 17,13] octasiloxane, and 1, 3, 5, 7, 9, 11,13, 15 - octavinylpentacycio [9. 5. 1. 
13,9, 15,15. 17.13] octasiloxane. Since this has a cyclic structure, it is stable in an electrolyte and high Li+ conductivity: 

10 and thereby being preferably used as the compound. 

[0074] Here, a mechanism of inactivation HF by a three-dimensional siloxane compound is described. 
[0075] Water is present in an electrolyte solution of the present invention though the amount is very small; and an 
electrolyte solution is decomposed, and an electrolyte solution and an electrolyte are decomposed by the water to 
generate HF. gas (CO2), etc. 

IS [0076] HF generated at this time elute transition metal by dissolving a positive active material with dissolving and 
corroding metal material of a battery case and a current collector to drive formation of vicious SEI containing a metallic 
atom. Incidentally, decomposition of an electrolyte is accelerated and proceeded more with a temperature of a battery 
being higher. Since the SEI formation reaction is an exothennic reaction, decomposition of an electrolyte by water is 
accelerated by this heat, and HF js further fonned. 

20 [0077] Therefore, in the compound, an atom showing Lewis basicity, that Is. an O atom having an unshared electron 
pair and showing an electron-donating property is coordinately bonded with HF having an empty electron orbit to fix 
HF in a molecular structure of the compound; and thereby HF in a battery is inactivated, and influence by HF can be 
controlled. Since the compound fixes HF even in the case that temperature of a battery Itself becomes high while 
charge-discharge is repeated, formation of. vicious SEI is suppressed. 

25 [0078] Particularly, since a three-dimensional siloxane compound has a three dimensional structure and high mo- 
lecular weight, the compound can stably be present in an electrolyte even at high temperature. In addition, since the 
number of O atoms per unit volume is large molecular structurally, HF can efficiently be trapped and fixed. Furthermore, 
a five-membered ring structure which the compound has is larger by far than a radius of a Li+ ion and does not hinder 
the movement. Therefore, a three-dimensional siloxane compound securely exhibits effect as an additive for improving 

30 cycle characteristics in a lithium secondary battery. 

[0079] Further, the above compound (g) is described. 

[0080] A major characteristic of a nonionic surfactant is that it does not have an ionic base; and, for example, it does 
not have an ion such as a sodium ion (Na+). In addition, it has an ether linkage and a hydroxyl group as a hydrophillic 
group, has a hydrophobic group at the same time, and is soluble to a nonaqueous electrolyte solution. In other words, 
35 It is dissolved in a nonaqueous electrolyte solution by a hydrophobic group, and a hydrophillic group is bonded with a 
water molecule in a nonaqueous electrolyte solution to stabilize the water molecule in the nonaqueous electrolyte 
solution. 

[0081] A nonionic surfactant can be expressed by a general formula. Ri(OR2)nR3R4 (n is an integer). Here, a 
group and a Rg group are groups mainly consisting of hydrogen (H) and/or carbon (C). For example, if both a R^ group 
40 and a R2 group are alkyi groups, the R^ group and the Rg group are bonded with ether linkage. In addition, if a R^ 
group is hydrogen (H), the surfactant has a hydroxyl group because it is HORg. It is preferable that ether linkage or 
' hydroxyl group is present in a nonionic surfactant because it has high water-trapping force and can form a more stable 
micell. 

[0082] A R3 group is a group bonded on the Rg-group side and preferably one of oxygen (O). nitrogen (N), and ester 
45 linkage (OCO); and it is preferable that R4-group Is not hydrogen (H) but a group mainly consisting of hydrogen (H) 
and carbon (C). Incidentally, it is preferable that the Integer n in the aforementioned general fomiula is not smaller than 

2 and not larger than 60. When n=1 . sufficient hydrophillicity cannot be obtained. In addition, when n>60, there is 
caused a problem that it does not dissolve easily in a nonaqueous electrolyte solution. The number of carbons consti- 
tuting the R4 group is preferably 8 or more. If the number is smaller than 8 conversely, sufficient hydrophobicity cannot 

so be obtained, and a problem of not dissolving easily in a nonaqueous electrolyte solution is caused. 

[0083] Now. in such a nonionic surfactant, one having a CHgCHg group as the Rg group in the aforementioned general 
formula is most suitably used. In the present invention, a polyethylene glycol derivative is suitably used as a nonionic 
surfactant. However, in a polyethylene glycol derivative, if polyethylene glycol itself is not contained and the Rg group 
is a CH2CH2 group, it is profitable in respect of synthesis, purity, material price, and easiness in acquisition and has 

55 an advantage in stabilizing reaction properties with a water molecule. On the other hand, the number of carbons con- 
stituting the R2 group is large, problems of generating isomer by branch of a carbon skeleton, etc.. are caused. Inci- 
dentally, nonionic surfactants satisfying the aforementioned conditions are exemplified in Table 1 . 
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[0084] By the way. it is possible to use, as a nonionic surfactant, a compound containing silicon (Si) as an element 
for constituting a molecule. However, in this case, it is considered that the nonionic surfactant does not suppress 
reaction between a water molecule and an electrolyte in an nonaqueous electrolyte solution and that the surfactant 
reacts with a fluorine ion (F-) of hydrofluoric acid generated by a reaction of a water molecule and an electrolyte and 
functions in bar of reaction between F- and metallic material. As a result, deterioration of a battery is suppressed. 
[0085] As such a nonionic surfactant containing Si, a polysiloxane derivative is suitably used in view of hydrophillicity 
with an electrolyte solution and water-trapping force. As shown In Table 2, "a polysiloxane derivative" means the one 
having a structure of a side-chain type where an organic group is introduced Into a side chain of polysiloxane, a both- 
side tenninal type where an organic group is introduced into both terminals of polysiloxane, a one*side terminal type 
where ah organic group is introduced into a terminal of one side of polysiloxane. or a side-chain and both-side terminal 
type where an organic group is introduced into both a side-chain and both terminals of polysiloxane. 
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[0086] Incidentally, as shown in Table 3, organic groups are exemplified by various denatured groups such as amino 
denaturation, epoxy denaturation, carboxyl denaturatlon, carbinol denaturation, methacrylic denaturation. mercapto 
denaturatlon, phenol denaturation, one-end reactivity, different kind of functional group denaturation. polyether dena- 
turation. methylstyryl denaturation, alkyi denaturation, higher fatty acid ester denaturation. and fluorine denaturation. 
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[0087] In the present invention, electron conductive particles of acetylene black or the like may be dispersed in the 
aforenfientioned various kinds of compounds. This enables to raise conductivity and prevent internal resistance from 

rising. 

[0088] Next, the above (h) and (i) are described. 

[0089] A water-extracting agent is a concept excluding a water-removing agent disclosed in Japanese Patent Appli- 
cation Laid-Open H9-1 39232 or Japanese Patent Application Laid-Open H7-1 22297 and characterized in that it dis- 
solves in an organic solvent and reacts with a free water molecule having high activity and being present in the organic 
solvent to form (water-extracting agent)a • (HgOjt), thereby decreasing activity of water. 

[0090] As such a water-extracting agent, it is preferable to use a liquid agent which uniformly mixes with an electrolyte 
solution and with which the inside of an interior electrode body is impregnated uniformly. Water-extracting agents 
capable of being used in the present invention are specifically organic phosphorous compounds and amine compounds. 
In the case that an organic phosphorous compound is used, the one having a P=0 linkage. Such a compound is 
exemplified by phosphates such as trimethylphosphate, tri -2- propylphosphate, tributylphosphate, tetraisopropyleth- 
ylenephosphonate, and phosphineoxides such as tributylphosphineoxide, trioctylphosphineoxide, and triphenylphos- 
phineoxide. 

[0091 1 Here, a water-extracting reaction in the case of using trimethylphosphate is expressed as the following formula 
(4). 

a(CH30)3PO+bH20^((CH30)3PO)3 • (HgO)^ formula (4) 

[0092] It is expected that completely removing water Is difficult even in the case that an extracting agent Is added to 
a nonaqueous electrolyte solution as described above. Therefore, it is preferable to add, besides a water-extracting 
agent, a hydrofluoric acid-extracting agent which directly remove HF to prevent metallic material from being corroded 
by HF. In addition, by adding a hydrofluoric acid-extracting agent alone to a nonaqueous electrolyte solution Instead 
of a water-extracting agent, a hydrofluoric acid-extracting agent contributes to suppression of corrosion or the like of 
metal by HF, and thereby improvement in cycle characteristics is planned. 

[0093] From such a view point, a hydrofluoric acid-extracting agent is suitably added to a nonaqueous electrolyte 
solution. Though a hydrofluoric acid-extracting agent can be used together with a water-extracting agent, it was found 
that a hydrofluoric acid-extracting agent greatly contributes to improving cycle characteristics even in the case that It 
is independently used as shown in results of the test described below as well as the case that a water-extracting agent 
Is independently used. 

[0094] As a hydrofluoric acid-extracting agent, an organic silicon compound or an organic antimony compound Is 
suitably used, and a liquid material is preferably used like a water-extracting agent. As an organic silicon compound, 
a silane class or polysiloxane may be used . Particularly suitably used are a silane class of triethylsilane, triphenylsilane, 
methyltriethoxysilane, ethyl silicate, methyltriacetoxysilane, ethyltrichlorosilane, and iodotrimethylsllane. An organic 
antimony compound may be exemplified by a tetraphenylantimony ion. 

[0095] Here, a reaction of extracting hydrofluoric acid in the case of using triethylsilane is expressed as the following 
formula (5). 

(C2H5)3SiH+HF^(C2H5)3SiF+H2 formula (5) 

[0096] Incidentally, a hydrofluoric acid-extracting agent in the present invention is not for fixing HF itself but for forming 
a compound with a fluorine ion as shown In the above fonmula (5). In the case that a silane class is used, hydrogen 
gas Is generated. However, since the amount Is very small. It neither brings on a large change to an intemal pressure 
of a battery nor affects properties of a battery. 

[0097] As described above in detail, a lithium secondary battery of the present invention employs a nonaqueous 
electrolyte solution where a lithium compound generating a lithium ion (Li+) upon being dissolved as an electrolyte. 
Therefore, there is by no means limited to the other material or a structure of the battery. The main members constituting 
the battery and the structure are briefly described herelnbelow. 

[0098] A structure of an electrode body, which may be said to be the heart of a lithium secondary battery, is a single 
cell structure where a separator formed by subjecting each of positive and negative electrode active materials to press 
molding into a disc shape is inserted as seen in a coin battery having a small capacity. 

[0099] In contrast to a battery having a small capacity like a coin battery, a structure of an electrode body to be used 
In a battery having a large capacity is a wound type. As shown In the perspective view of Fig. 1, a wound type of 
electrode body 1 is structured by winding a positive electrode 2 and a negative electrode 3 around a core 13 via a 
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separator 4 lest the positive electrode 2 and ttie negative electrode 3 should be brought into direct contact with each 
other. At least one electrode lead 5 • 6 is enough to be fixed to the positive electrode 2 and the negative electrode 3 
(hereinbetow refened to as -electrodes 2 • 3), and current-collecting resistance can be decreased by arranqino a 
plurality of electrode leads 5. 6. / » » 

[01 00] Another structure of an electrode body is a lamination type where a plurality of single-cell type of electrode 
bodies fonn a lamination. As shown in Fig. 2. a lamination type of electrode body 7 is fonned by piling up positive 
electrodes 8 and negative electrodes 9 altemately via a separator 1 0. and at least one electrode lead 1 1 • 1 2 is attached 
to -one electrode 8 ' 9. Materials for the electrodes 8 - 9 and methods for manufacturing the electrodes 8 • 9 are the 
same as the electrodes 2 ♦ 3 in the wound-type electrode body 1. 

[01 01 ] Next, the structure is descn-bed in more detail with the example of the wound type of electrode body 1 The 
positive electrode 2 is produced by applying positive active material on both surfaces of a current collector. As a current 
collector, a metallic foil having good corrosion resistance against a positive electrochemical reaction such as an alu- 
minum foil and a titanium foil. Punching metal or mesh (a net) may be employed other than a foil. In addition as positive 
active matenal. a lithium transition metal composite oxides (e.g.. UMn204. UCoOg. or LiNiCU may be suitably used" 
and carbon fine powder of acetylene black or the like is preferably added thereto as a conducting aid 
[0102] Here, it is preferable to use particularly a lithium manganate having a cubic spinel structure (hereinbelow 
referred to as "LiMnaO^ spinel") because resistance of the electrode body can be decreased in comparison with the 
case of using another electrode active material. The effect of improving properties of a nonaqueous electrolyte solution 
IS exhibited more remarkably by being combined with the effect of decreasing the interior resistance, arid thereby 
improvement in cycle characteristics of a battery is preferably planned. 

[01 03] Incidentally, a LiMn204 spinel is not limited to the one having such a stoichiometric composition and also a 
spinel expressed by a general fomiula LiMxMn2.x04 (M is a substituent, X is the amount of substituent). where a part 
of Mn IS substituted by another element, is suitably used. The substituent M is exemplified by atomic symbols of Li 
Fe, Mn, Ni. Mg. Zn. B, Al, Co, Cr, Si. Ti, Sn. P. V. Sb. Nb. Ta. Mo. and W. 

[01 04] Here, in the substituent M. theoretically. Li becomes a monovalent plus ton. Fe. Mn. Ni. Mg. and Zn become 
divalent plus ions. B. Al. Co. and Cr become trivalent plus ions. Si. TI, and Sn become tetravalent plus ions P V Sb 
Nb and Ta become pentavalent plus tons, and Mo and W become hexavalent plus ions. They are elements di^olved 
in the LiMn204 spinel. There are cases of divalent plus ions regarding Co and Sn. trivalent plus ions regarding Fe Sb 
and Ti. a trivalem plus ion and a tetravalent plus ion regarding Mn. a tetravalent plus ton and a hexavalent plus iori 
regarding Cr. 

[0105] Therefore, there is the case that each kind of the substituents M is present in the condition of having a mixed 
valence, and the amount of oxygen is not required to be always 4 as shown in a stoichiometric composition and may 
be deficient within a range for maintaining a crystal structure or may be present in surplus 
[01 06] The positive active material is formed in such a manner that a slurry or a paste prepared by adding solvent 
a binding agent, etc.. to a positive active material powder is applied to a current collector by a roll-coater method and 
dned. Then, it is subjected to a press treatment as necessary. 

[0107] The negative electrode 3 can be produced in the same manner as In the positive electrode 2. As a current 
collector of the negative electrode 3. a metallic foil having good corrosion resistance against a positive electrochemical 
reactior,. such as a copper foil and a nickel foil is suitably used. As the negative active material, an amorphous carbon 
matenal such as soft carbon and hard carbon or a highly graphWzed carbon powder such as artificial graphite and 
natural graphite. 

[01 08] As the separator 4. there is preferably used the one having a three-layered stmcture virhere a Lr^-penniable 
polyethylene film (PE film) having micro-pores is put between porous Lr^-permiable polypropylene films (PP films) 
TTiis doubles as a safety mechanism of controlling Li* movement, i.e.. battery reaction in such a manner that when 
temperature of the electrode body is raised, the PE film is softened at about 130°C to collapse micro-pores. Since the 
PE film IS put between the PP films having higher softening temperature. PP films keep the shape and prevent the 
positive electrode 2 and the negative electrode 3 from a contact and a short circuit, and thus secure suppress of batteiy 
reaction and security of safety become possible. . r 
[01 09] Upon winding operation of the electrodes 2. 3 and the separator 4. the leads 5 • 6 are attached to the electrodes 
2 3 respectively, in a portion where the electrode active material is not applied to expose the current collector As the 
electrode leads 5, 6. the ones having a foil-like shape of the same material as the current collector of the electrodes 
tnt wXn^'" '[k^! ^'If S'.^ ^" to *e electrode 2. 3 by the use of ultrasonic-wave welding, 

spot welding, or the like. At this time, it is preferable to fix each of the electrode lead 5. 6 so that an electrode lead of 
one of the electrode Is disposed on an end surface of the electrode body 1 because the electrode leads 5 6 can be 
prevented from the contact with each other. 

[01 10] In composition of the battery, a produced electrode body 1 is inserted into a batteiy case with securing con- 
duction between a temiinal for taking out current outside and the electrode leads 5. 6 in the first place so as to be held 
in a stable position. After that, the battery Is impregnated with nonaqueous an electrolyte solutfon; and then the battery 
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case is sealed to obtain a battery. 

[01 1 1 ] Next, a nonaqueous electrolyte solution to be used for a lithium secondary battery of the present invention is 
described. As a solvent, a single solvent or a mixed solvent of carbonates such as ethylene carbonate (EC), diethyl 
carbonate (DEC), dimethyl carbonate (DMC), propylene carbonate (PC), or y - butyrolactine, tetrahydrofuran, ace- 
s tonitrlle, etc. 

[0112] A lithium compound dissolved in such a solvent, that is, an electrolyte is exemplified by a lithium complex 
fluoride compound such as lithium phosphate hexaf luoride (LiPFg) and lithium borofluoride (LIBF4), and a lithium halide 
such as lithium perchlorate (LiCI04); and one kind or two or more kinds of them are dissolved In the aforementioned 
solvent. It is particularly preferable to use a lithium phosphate hexafluoride (LiPFg) which hardly causes oxidation 
10 decomposition and which has high conductivity of nonaqueous electrolyte solution. 

[01 1 3] The present invention is hereinbelow described in more detail on the basis of Examples. However, the present 
invention is by no means limited to these Examples. 

(Examples 1 - 3, Comparative Example 1) 

15 

[01 14] Batteries of Examples 1 - 3 and Comparative Example 1 are produced in such a manner that acetylene black 
as a conducting aid and polyvinylidene fluoride as a binder were mixed with LiMn204 spinel as positive active material 
at the ratio of 2 : 3 : 50 to give a positive electrode material; 0.01 g of the positive electrode material was subjected. to 
press molding under a pressure of 300 kg/cm2 to give a disc-shaped positive electrode having a diameter of 20 mm; 
20 a coin-cell type of electrode body was produced by the use of the positive electrode and a negative electrode of carbon 
and put in a battery case, which was then filled with a nonaqueous electrolyte solution. Here was used, as the non- 
aqueous electrolyte solution, a solution where LiPFg as an electrolyte was dissolved so as to give a concentration of 
1 mol/liter by adding the compound (a) of the present Invention of each mass% as In Table 4 to a mixed solvent 
containing the same volume of EC and DEC. 

25 



Table 4 





Additive 


Amount of additive 
(mass % to electrolyte 

solution) 


Example 1 


1 , 2, 3 - benzotriazole 


0.1 


Example 2 


2, 5 - dimethylcaptothiadizole 


0.1 


Example 3 


1 -(p-tolyl)-4-methylimidazole 


0.1 


Comparative 
Example 1 


(None) 





[01 1 5] Next, a cycle test in a coin-cell type of battery was performed by repeating a cycle of charge-discharge cycle 
shown below. That Is, as one cycle, the battery was charged up to a voltage of 4.1V with a current of 1.3 mA, and 
^ subsequently charged for 3 hours In total with a certain voltage, and after that, discharged with a fixed current of 1 .3 
mA corresponding to 1 C (discharge rate) until the voltage became 2.5V, followed by a pause of 600 seconds. A pattern 
was set so as to repeat the charge-discharge cycle in the same manner. Incidentally, relative discharge capacity (%) 
(cycle characteristic) was calculated by using the following numerical fomnula. 

45 

Relative discharge capacity (%) 
^ = discharge capacity In each cycle / discharge capacity in first cycle 

^ (Evaluation for cycle characteristics) 

[01 16] As is clear from Fig. 3, batteries in Examples 1 - 3 of the present invention achieved a capacity-retention rate 
of 95% in a 1 00-cyc!e test and exhibited by far excellent cycle characteristics in comparison with the one in Comparative 
Example 1 , where the compound was not used. This seems that the compound trapped Cu eluted in a electrolyte 
^ solution due to conroslon of a negative current collector and suppressed fomiatlon of a copper SEI layer to reduce 
hindrance to battery reaction, thereby improving the cycle life span. 

[01 1 7] In Examples 1 - 3 and Comparative Example 1 , a coin-cell battery subjected to the cycle test was decomposed 
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10 



IS 



in a gfove box. and the positive electrode and the negative electrode were taken out to be washed with a mixed solvent 
of EC and DEC. Tliese electrodes were subjected to observation of secondary electron image with an acceleration 
voltage of 20 kV by the use of a scanning electron microscope (SEM. JEM-5410 manufactured by JEOL Ltd., and an 
element analysis by an EDS was perfonned in addition. 

(Observation-evaluation of electrodes after cycle test) 

[0118] In Examples 1- 3 and Comparative Example Irthere found no difference in the surface ^fo 
electrodes. However, as shown in Figs. 4(a). and 4(b), a large difference was obsen^ed in the negative electrodes. In 
Example 1 . where the compound was added, a coat (lithium SEI layer) due to decomposition or the like of the electrode 
was observed on a carbon surface of the negative electrode as shown in Rg. 4(a). However, no other difference from 
unused carbon was found. On the other hand, in Comparative Example 1. a granulated substance was observed 
besides a lithium SEI layer on a carbon surface of the negative electrode as shown in Fig .4(b). These negative elec- 
trodes were subjected to an EDS element analysis, and Cu was detected on the carbon surface and in the periphery 
of the carbon surface including the granulated substance. However, in negative electrodes in Examples 1 - 3 no Cu 
was detected. 

[01 19] This is a result of the compound's trapping Cu eluted from the negative current collector to avoid precipitation 
of Cu on a carbon surface of the negative electrode by adding the compound of the present invention to the electrolyte 
solution, and this seems to have suppressed hindrance to battery reaction in the negative electrode to improve cvcle 
20 characteristics. 

(Example 4, Comparative Example 2) 

[01 20] Batteries of Example 4 and Comparative Example 2 were produced in such a manner that a coin-cell type of 
electrode body is produced in the same manner as in Example 1 and put in a battery case, which was then filled with 
nonaqueous electrolyte solution. In this case, there was used, as the nonaqueous electrolyte solution a solution pre- 
pared by adding 500 ppm of water content (H2O). which becomes a cause of deterioration in battery properties, and 
0.3 mass% of 1, 2. 3 - benzotriazole, which is the compound, to a mixed solvent of the same volume of EC and DEC 
and then dissolving LiPFe therein to give a concentration of 1 mol/liter. The other methods for production were the 
same as in Example 1 , In addition, a cycle test was perfonned in the same manner as In Example 1 . 

(Evaluation) 

[01 21 ] As Is clear from Fig. 5. a battery in Example 4 of the present invention achieved a capacity-retention rate of 
93% in a 1 00-cycle test and exhibited by far excellent cycle characteristics in comparison with the one in Comparative 
Example 2. where the compound was not used. Thus, it has been clearly proved that a compound disclosed in the 
present invention exhibits excellent effect in a cycle life span, which is an important battery property, by an inspection 
in the Example 4. where water was intentionally added. 

^ (Examples) 

[01 22] A battery of the Example 5 was produced in such a manner that a coin-cell type electrode body was produced 
scluLT^^ ^^^^^ Example 1 and put in a battery case, which was then filled with nonaqueous electrolyte 

[01 23] In this case, there was used, as the nonaqueous electrolyte solution, a solution prepared by adding 500 ppm 
of water content (H2O), which becomes a cause of deterioration in battery properties, and each mass% of 1 2 3- 
benzotriazole. which is the compound, as shown in Fig. 5 to a mixed solvent of EC and DEC of an equivolume The 
other methods for production were the same as in Example 1. In addition, a cycle test was perfomied in the same 
manner as in Example 1. 
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30 



35 



45 



50 



55 



Concentration of additive in electrolyte solution (mass%) 


Capacity-retention rate of battery after 1 00 cycles (%) 1 


0.01 


60.2 j 


0.02 


65.3 


0.05 


78.2 
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Table 5 (continued) 



Concentration of additive in electrolyte solution (mass%) 


Capacity-retention rate of battery after 1 00 cycles (%) 


0.10 


88.1 


0.30 


93.0 


0.50 


92.8 


1.00 


76.5 


5.00 


67.7 



( Evaluation ) 



[0124] In Example 5, change in capacity-retention rate of a battery to concentration of the compound added, and 
evaluation was given with a capacity-retention rate after 1 00 cycles. As obvious from Fig. 6. even in the case that only 
0.01 mass % was contained in the electrolyte solution, increase in capacity-retention rate was found; the capacity- 
retention rate rose with increase In the concentration; and the best capacity-retention rate was given at around 0.3 
mass%. Then, with the concentration being raised, the capacity- retention rate was decreased, and the capacity-reten- 
tion rate was 70% or less with the concentration of 5.0 mass%, which is unbearable against practical use. 

20 

( Example 6) 

[0125] A battery of Example 6 was prepared in such a manner that: a positive electrode slurry was produced by 
adding, as a conducting aid. 4 mass% of acetylene black to 1 00 mass% of UMn204 spinet as positive active material 

^ and further adding a solvent and a binder; the positive electrode slurry was applied on both surfaces of an aluminum 
foil having a thickness of 20 ji m so as to have a thickness of about 100 m on each surface to obtain a positive 
electrode 2; a carbon powder as negative active material was applied on both surfaces of a copper foil having a thick- 
ness of 1 0 ^ m so as to have a thickness of about 80 )i m on each surface to obtain a negative electrode 3; using the 
positive electrode 2 and the negative electrode 3, a wound type of electrode body was produced and put in a battery 

^ case, which was then filled with nonaqueous electrolyte solution. Here, as the nonaqueous electrolyte solution, there 
was used a solution prepared in such a manner that LiPFg as an electrolyte was dissolved in a mixed solvent of EC 
and DEC of an equivolume so as to give a solution having a concentration of 1 mol/Iiter, and 1, 2, 3 - benzotriazole of 
each mass% was added to the solution in the same manner as in Example 5. All these various kinds of batteries had 
a battery capacity of about 1 0Ah after the charge in the first cycle. 

^ [01 26] In addition, the cycle test was pref onned by repeating a cycle of charge-discharge cycle shown in Fig. 7. That 
is, a battery in a charge condition with a discharge depth of 50% was discharged for 9 seconds with a current of 100A 
corresponding to 1 0C (discharge rate), followed by a pause for 1 8 seconds, and then charged for 6 seconds with 70A, 
and subsequently, charged for 27 seconds with 1 8A to put a battery in a 50% charge condition. Incidentally, deviation 
in discharge depth in each cycle was made minimum by fine adjusting current of the second charge (1 8A). In addition. 

^ to know the change In battery capacity during the durability test, a relative discharge capacity was obtained In such a 
manner that a capacity was suitably measured with a charge suspension voltage of 4.1 and a discharge suspension 
voltage of 2.5 under a current strength of 0.2 C. and a battery capacity at a predetermined number of cycles was divided 
by a battery capacity of the first cycle. 

^ ( Evaluation) 

[0127] In Example 6, a wound type of electrode body of the present invention was evaluated for change in capacity- 
retention rate of a battery with reference to concentration of the compound added with a capacity-retention rate of after 
20000 cycles. The relative capacity-retention rate was 80% or more in the range of 0.01 - 10.0 mass%, and further, 
^ the relative capacity-retention rate was 85% or more in the range of 0.10- 0.50 mass%. Here, from the comparison of 
the results of Examples 5 and 6. it seems that a wound type of electrode body requires a larger amount of the additive 
because of a larger volume in comparison with a coin-cell electrode body and of a curved body 

( Example 7 - 11 . Comparative Example 3 ) 

55 

[0128] Each of the batteries of Examples 7-11 and Comparative Example 3 was prepared in such a manner that: 
a positive electrode slurry was produced by adding, as a conducting aid, 4 mass% of acetylene black to 100 mass% 
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of LiMn204 spinel as positive active material and further adding a solvent and a binder; the positive electrode slurry 
was applied on both surfaces of an aluminum foil having a thickness of 20 h m so as to have a thickness of about 100 
m on each surface to obtain a positive electrode 2; a carbon powder as negative active material was applied on both 
surfaces of a copper foil having a thickness of 1 0 ji m so as to have a thickness of about 80 m on each surface to 
obtain a negative electrode 3; using the positive electrode 2 and the negative electrode 3. a wound type of electrode 
body was produced and put in a battery case, which was then filled with nonaqueous electrolyte solution. Here, as the 
nonaqueous electrolyte solution, there was used a solution prepared in such a manner that LiPFg as an electrolyte 
was dissolved in a mixed solvent of EG and DEG of an equivolume so as to give a ^OT^ 

1 mol/liter. and 0.1 mass% of the compound (b) of the present invention was added to 100 mass% of the solution as 
shown in Table 6. All these various kinds of batteries had a battery capacity of about lOAh after the charge in the first 
cycle. 



Table 6 





Additive 


Amount of additive 

(mass% to 
electrolyte solution) 


Example 7 


1.8- diamine - 4, 5 -dihydroxyanthraquinone 


0.1 


Example 8 


2, 4 - diamine - 6 -mercaptopyrimidine hemisulphate 


0.1 


Example 9 


6 - hydroxy - 2. 4, 5 -triamlnopyrimidine sulphate 


0.1 


Example 10 


2 - Iminopiperidine hydrochloride 


0.1 


Example 11 


Imipramine hydrochloride 


0.1 


Comparative Example 3 


(None) 





( Evaluation ) 



30 



35 



40 



45 



50 



55 



[0129] As Is clear from Fig. 8. batteries of Examples 7-11 achieved a capacity-retention rate of 82% in a 20000-cycIe 
test and exhibited by far excellent cyde characteristics in comparison with Comparative Example 3, where tiie com- 
pound was not used. This seems tiiat tiie compound containing an electron-donating element and a substituent inac- 
tivated HF in the electi'olyte solution, and a salt of strong acid formed by a reaction of anion of inorganic acid in tiie 
compound and Li+ covered a surface of the negative active material to suppress furttier formation of SEI. and as a 
result the cycle life span was improved. 

( Examples 12-14. Comparative Example 4 ) 

[01 30] Batteries of Examples 1 - 3 and Comparative Example 1 are produced in such a manner tiiat acetylene black 
as a conducting aid and polyvinylidene fluoride as a binder were mixed witfi LiMn204 spinel as positive active material 
at the ratio of 2 : 3 : 50 to give a positive electrode material; 0.01 g of the positive electrode material was subjected to 
press molding under a pressure of 300 kg/cm2 to give a disc-shaped positive electrode having a diameter of 20 mm; 
a coin-cell type of electrode body was produced by tiie use of tiie positive electrode and a negative electrode of carborJ 
and put in a battery case, which was then filled with a nonaqueous electrolyte solution. Here, tiiere was used, as the 
nonaqueous electrolyte solution, a solution prepared by adding 500 ppm of water content (H2O). which becomes a 
cause of deterioration In battery properties, and each amount (ppm) of the compound as shown in Table 7. to a mixed 
solvent of EC and DEC of an equivolume. and tiien dissolving UPF© tiierein to give a concentration of 1 mol/liter. All 
tiiese various kinds of batteries had a battery capacity of about 1 .3mA after ttie charge in tiie first cycle. 

Table 7 





Additive 


Amount of 
additive 
(ppm) 


Amount of 
water 
(ppm) 


Example 12 


6 - hydroxy - 2, 4. 5 -triamlnopyrimidine sulphate 


1000 


500 


Example 13 


2 - iminopiperidine hydrochloride 


1000 


500 


Example 14 


hexacyclen trisulphate 


500 


500 
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Table 7 (continued) 





Additive 


Amount of 
additive 
(ppm) 


Amount of 
water 
(ppm) 


Comparative Example 4 


(none) 




500 


* Amount of additive and Amount of water express concentration in electrolyte solution. 



( Evaluation) 

[0131] As is clear from Fig. 9, batteries in Examples 12 - 14 of the present invention achieved a capacity-retention 
rate of 85% in a 100-cycle test and exhibited by far excellent cycle characteristics in comparison with the one in Com- 
parative Example 4. where the compound was not used. Thus, it has been clearly proved that a compound disclosed 
in the present invention exhibits excellent effect in a cycle life span, which is an important battery characteristics, by 
an inspection in the Example, where water was intentionally added. 



( Examples 15-18, Comparative Example 5 ) 

[01 32] Batteries of Examples 15-18 and Comparative Example 5 were produced in the same manner as in Examples 
7-11. Here, as the nonaqueous electrolyte solution, there was used a solution prepared in such a manner that LiPFg 
as an electrolyte was dissolved in a mixed solvent of an equivolume of EC and DEC so as to give a solution having a 
concentration of 1 mol/liter, and 0.1 mass% of the compound (c) of the present invention was added to 1 00 mass% of 
the solution as shown in Table 8. All these various kinds of batteries had a battery capacity of about lOAh after the 
charge in the first cycle. 



Table 8 





Additive 


Amount of additive 

(mass% to 
electrolyte solution) 


Example 15 


2, 2, 6, 6 - tetramethyl - 1 - piperidinyloxy free radical 


0.1 


Example 16 


4 - cyano - 2. 2, 6. 6 - tetramethyl - 1 - piperidinyloxy free radical 


0.1 


Example 17 


3 - cyano - 2, 2, 5, 5 - tetramethyl - 1 - pyrrolidinyloxy free radical 


0.1 


Example 18 


manganese (II) phthalocyanine 


0.1 


Comparative Example 5 


(None) 





( Evaluation ) 

40 

(01 33] As obvious from Fig. 1 0, batteries in Examples 1 5 - 1 8 of the present invention achieved a capacity-retention 
rate of 85% in a 20000-cycle test and exhibited by far excellent cycle characteristics in comparison with the one in 
Comparative Example 5, where the compound was not used. This seems that the cyclic compound containing a N - 
O radical in the molecular structure and the cyclic compound which functions as a Mn2+ supplier suppress a radical 
^ decomposition reaction of the organic solvent and trap HP, thereby producing a good SEI to improve the cycle life span. 

( Example 19, Comparative Example 6 ) 

[01 34] Batteries of Example 1 9 and Comparative Example 6 were produced in the same manner as in Examples 1 2 
50 - 14. Here, there was used, as the nonaqueous electrolyte solution, a solution prepared by adding 500 ppm of water 
content (H2O), which becomes a cause of deterioration in battery characteristics, and 500 ppm of the compound as 
shown in Table 9. to a mixed solvent of an equivolume of EC and DEC, and then dissolving LiPFg therein to give a 
concentration of 1 mol/liter. All these various kinds of batteries had a battery capacity of about 1.3mA after the charge 
in the first cycle. 
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Table 9 





Additive 


Amount of 

additive 
(ppm) 


Amount of 
water 
(ppm) 


Example 19 


4 - cyano - 2, 2, 2, 6 - tetramethyl - piperidinyloxy free radical 


500 


500 


Comparative Example 6- 


(none) 




500 


Amount oi aaamve ana Amount o\ water express concentration In electrolyte solution. 



( Evaluation) 



[01 35] As is clear from Rg. 1 1 . a battery in Example 1 9 of the present invention achieved a capacity-retention rate 
of 93% in a 1 00-cycle test and exhibited by far excellent cycle characteristics in comparison with the one in Comparative 
Example 6, where the compound was not used. 

{ Example 20, Comparative Example 7 ) 

[0136] Batteries of Example 20 and Comparative Example 7 were produced in the same manner as in Examples 7 
- 11. Here, as the nonaqueous electrolyte solution, there was used a solution prepared in such a manner that LiPFg 
as an electrolyte was dissolved in a mixed solvent of an equivolume of EC and DEC so as to give a solution having a 
concentration of 1 mol/liter, and 0.1 mass% of alumatrane tetramer was added to 100 mass% of the solution. All these 
various kinds of batteries had a battery capacity of about 1 0Ah after the charge in the first cycle. 

C Evaluation) 

[0137] As is clear from Fig. 12, a battery in Example 20 of the present invention achieved a capacity-retention rate 
of 82% in a 20000-cycle test and exhibited by far excellent cycle characteristics in comparison with the one in Com- 
parative Example 7, where the compound was not used. This seems that the compound containing an atom showing 
Lewis acidity and an atom showing Lewis basisity inactivated HgO and HP in the electrolyte solution to improve the 
cycle life span. 

( Example 21 , Comparative Example 8 ) 

[01 38] Batteries of Example 21 and Comparative Example 8 were produced in the same manner as in Examples 1 2 
- 14. Here, there was used, as the nonaqueous electrolyte solution, a solution prepared by adding 500 ppm of water 
content (HgO). which becomes a cause of deterioration in battery characteristics, and 500 ppm of alumatrane tetramer, 
to a mixed solvent of an equivolume of EC and DEC, and then dissolving LIPFq therein to give a concentration of 1 
mol/liter. All these various kinds of batteries had a battery capacity of about 1 .3mA after the charge in the first cycle. 

( Evaluation ) 

[0139] As is clear from Fig. 13, a battery in Example 21 of the present invention achieved a capacity-retention rate 
of 93% in a 1 00-cycle test and exhibited by far excellent cycle characteristics in comparison with the one in Comparative 
Example 8, where the compound was not used. 

( Example 22, Comparative Example 9 ) 

[01 40] Batteries of Example 22 and Comparative Example 9 were produced in the same manner as in Examples 7 
- 11. Here, as the nonaqueous electrolyte solution, there was used a solution prepared in such a manner that LiPFg 
as an electrolyte was dissolved in a mixed solvent of an equivolume of EC and DEC so as to give a solution having a 
concentration of 1 mol/liter. and 0.1 mass% of 1 - hydride - 3, 5, 7, 9. 11. 13. 15 - heptacyclopentylpentacycio [9. 5. 1. 
13.9. 15.15 17.13] octasiloxane. which is expressed by the following chemical formula (XI). was added to 100 mass% 
of the solution. All these various kinds of batteries had a battery capacity of about 1 0Ah after the charge in the first cycle 
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Chemical formula (XI) 



5 



10 



IS 



20 




( Evaluation ) 

25 

[0141] As is clear from Fig. 1 4, a battery in Example 22 of the present invention achieved a capacity-retention rate 
of 82% in a 20000-cycle test and exhibited by far excellent cycle characteristics in comparison with the one in Com- 
parative Example 9, where the compound was not used. This seems that the compound containing an atom showing 
Lewis basisity inactivated HF in the electrolyte solution to improve the cycle life span, 

30 

( Example 23, Comparative Example 10 ) 

[0142] Batteries of Example 23 and Comparative Example 10 were produced in the same manner as in Examples 
12-14. Here, there was used, as the nonaqueous electrolyte solution, a solution prepared by adding 1000 ppm of 
35 water content (HgO). which becomes a cause of deterioration In battery properties, and 500 ppm of 1 - hydrido - 3, 5, 
7, 9, 11, 13, 15 - heptacyclopentylpentacycio [9. 5. 1. 1^-^. I^.is -|7.13] octasiloxane, which is the same compound as 
in Example 22 and dissolving LiPFg as an electrolyte so as to give a solution having a concentration of 1 mol/litter. All 
these various kinds of batteries had a battery capacity of about 1 .3mA after the charge in the first cycle. 

^ (Evaluation ) 

[0143] As obvious from Fig. 15, a battery in Example 23 of the present invention achieved a capacity-retention rate 
of 91 % in a 1 00-cycle test and exhibited by far excellent cycle characteristics in comparison with the one in Comparative 
Example 10. where the compound was not used. 

"45 

( Examples 24 - 32 and Comparative Examples 11 » 12 ) 

[0144] Batteries were produced in a various manner such as adding a nonionic surfactant to nonaqueous electrolyte 
solution as shown in Table 10, and cycle characteristics of the batteries were evaluated. 

50 



55 
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[0145] Here, batteries of Examples 24 - 32 and Comparative Examples 11 • 12 were produced In a similar manner 
to that in Examples 7 - 11 . Here, as the nonaqueous electrolyte solution, there was used a solution prepared in such 
a manner that LiPFg as an electrolyte was dissolved In a mixed solvent of an equivolume of EC and DEC so as to give 
a solution having a concentration of 1 mol/liter. In addition, "MNP" in Table 1 0 means N - methyl - 2 - pyrrolidone. which 
5 Is a solvent for dissolving the nonionic surfactant. All these various kinds of batteries had a battery capacity of about 
10Ah after the charge in the first cycle. 

[0146] The results of the test are shown in Fig. 16. The batteries in Example 24 - 32 had almost no difference in 
cycle characteristics and gave better properties than Comparative Example 1 1 , where no nonionic surfactant was used. 
On the other hand, in the case of Comparative Example 1 2, where polyethyleneglycol was added, deterioration In cycle 
10 characteristics was observed more remarlcably than in the case of Comparative Example 11 . It can be presumed that 
this results from the generation of HF due to action of polyethyleneglycol itself on the electrolyte in the same manner 
as a water molecule. 

( Examples 33 - 35. Comparative Example 13 ) 

15 

[0147] Fig. 17 Is a graph showing cycle characteristics of batteries produced with various nonaqueous electrolyte 
solution shown in Table 1 1 . LIPFg was used as the electrolyte, and a mixed solvent of EC and DEC of the same volume 
was used as the organic solvent. These are common to all the samples. As shown in Table 1 1 , triethylsilane was added 
as a water-extracting agent in Example 33. tributylphosphate was added as a hydrofluoric acid>extracting agent, and 
20 both triethylsilane and tributylphosphate were added in Example 35. However, neither a water-extracting agent nor a 
hydrofluoric acie-extracting agent was added In Comparative Example 13. 
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[01 48] Incidentally, batteries of Examples 33 - 35 and Comparative Example 13 were produced in the same manner 
as In Examples 7 - 11 . Ail these various kinds of batteries had a battery capacity of about lOAh after the charge in the 
first cycle. 

[0149] From the results of the test, it was confirmed that cycle characteristics were improved In comparison with a 
s battery of Comparative Example 13 in the case that at least one of a water-extracting agent and a hydrofluoric acid- 
extracting agent is added to the nonaqueous electrolyte solution as shown in Fig. 17. Example 35, where both a water- 
extracting agent and a hydrofluoric acid-extracting agent are added, exhibited cycle characteristics equally to Examples 
33 and 34; which seems to result from the same amount of additives in total. 

[01 50] Batteries of Examples 1 - 35 and Comparative Examples 1-13 were produced by the use of various battery- 

10 constituting members prepared by impregnating the Inside each battery case with the compound In the aforementioned 
method. In addition, the other members and environment for the test were made the same among all the samples, the 
battery members were sufficiently dried until the time just before assembly of each battery, and Influence of penetration 
of water from outside of each battery due to insufficient sealing of the battery, or the like, was eliminated. 
[01 51 ] Incidentally, in a battery for engine driving or motor driving for an electric vehicle, discharge of a large current 

15 Is required upon starting, accelerating, ascending a slope, or the like; and at this time, temperature of the battery rises. 
However, in the case of using nonaqueous electrolyte solution or the like, where the compound of the present invention 
is added, it hardly happens that a trapped HF Is extricated again to be dissolved in the nonaqueous electrolyte solution 
. even if temperature of the battery has risen; and thereby maintenance of good cycle characteristics can be planned. 
[01 52] The present invention has been described mainly with Examples using a wound-type electrode body. However, 

20 It goes without saying that a battery structure does not matter In the present invention. Here, in a coin battery having 
a small capacity, control of water content is easy in such a manner that production and storage of the parts and assembly 
of the battery are conducted in an inert gas atmosphere, or the like, since the battery itself is small. However, In pro- 
ducing a lithium secondary battery having a large capacity where a wound type or a lamination type of interior electrode 
body is employed as in the present invention, it is necessary to use a relatively large-scale apparatus in, for example, 

25 applying electrode active material on a current collector, which is conducted in an atmosphere similar to in the air even 
in a room. Particularly, It is hard to be thought in actuality from a point of production cost that the production is performed 
in an environment where water is completely removed even in a thermostatic chamber where a water content is con- 
trolled. 

[0153] Therefore, the present Invention is suitably employed in a lithium secondary battery having a large battery 
30 capacity, which water content is not easily controlled in production steps. Specifically, the present Invention Is employed 
in the one having a battery capacity of 2Ah or more where a wound type or a lamination type of electrode body is used. 
Though it goes without saying that a use of the battery is not limited, it can be partlculariy suitably used for starting of 
an engine or for driving a motor for an electric vehicle or a hybrid electric vehicle as a battery having a large capacity 
for being mounted on a vehicle, the battery being required for a high output, a low internal resistance, and excellent 
3S cycle characteristics. 

Industrial Applicability 

[01 54] As described above, a lithium secondary battery of the present invention exhibits an excellent effect that self- 
40 discharge property, cycle characteristics, long period stability and reliability can be planned. A lithium secondary battery 
of the present invention is suitably employed in the one having a wound type or lamination type of electrode body and 
having a battery capacity of 2Ah or more and can be used for starting of an engine or for driving a motor for an electric 
vehicle or a hybrid electric vehicle as a battery having a large capacity for being mounted on a vehicle, the battery 
being required for a high output, a low internal resistance, and excellent cycle characteristics. 

45' 

Claims 

1 . A lithium secondary battery comprising: 

50 

an electrode body having a positive electrode, a negative electrode, and a separator, the positive electrode 
and the negative electrode being wound or laminated by means of the separator, and 
a nonaqueous electrolyte solution containing a lithium compound as a electrolyte; 

S5 characterized In that at least one of the positive electrode, the negative electrode, the separator, and the 

nonaqueous electrolyte solution contains at least one of: 

(a) an organic and/or inorganic inhibitor, which functions as a Cu-corrosion inhibitor or a Cu-trapping agent. 
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(b) a compound having an organic base and an Inorganic acid which are unitarity combined in a molecule, 

(c) a cyclic compound containing a N-O radical In a molecular structure, 

(d) a cyclic compound which becomes a Mn2+ supplier In the nonaqueous electrolyte solution, 

(e) a compound containing an atom showing Lewis acidity and an atom showing Lewis basisity In one molecule 
molecular-structurally, 

(f) a three-dimensional slloxane compound, and 

(g) a nonlonic surfactant; or 

the nonaqueous electrolyte solution contains: 

(h) a water-extracting agent, or 

(i) a hydrofluoric acid-extracting agent. 

2. A lithium secondary battery according to claim 1 , wherein a central element of a polar group of said organic inhibitor 
contains at least one selected from the group consisting of N, P and As in 5B group and O. S and Se in 6B group 
of the periodic table. 

3. A lithium secondary battery according to claim 1 . wherein said organic inhibitor Is a sulfur compound. 

4. A lithium secondary battery according to claim 1 , wherein said organic Inhibitor is an imidazole-analogue organic 
compound. 

5. A lithium secondary battery according to claim 1 , wherein said Inorganic inhibitor Is one selected from the group 
consisting of phosphates, chromates, iron, or Ironic compounds, nitrites, and silicates. 

6. A lithium secondary battery according to claim 1, wherein said organic base of said compound (b) is a cyclic 
• pompound containing an electron-donating element. 

7. A lithium secondary battery according to claim 1, wherein said organic base of said compound (b) contains an 
electron-donating substituent 

8. A lithium secondary battery according to claim 1 . wherein said inorganic acid of said compound (b) is a strong acid. 

9. A lithium secondary battery according to claim 1 , wherein said inorganic acid of said compound (b) is hydrogen 
chloride or sulfuric acid. 

10. A lithium secondary battery according to claim 1. wherein said cyclic compound containing a N-O radical in a 
molecular structure Is a compound having one ring. 

11. A lithium secondary battery according to claim 1. wherein said cyclic compound containing a N-O radical in a 
molecular structure is a compound having a molecular structure shown by the following general formula (I); 



(R-i - Rg: a hydrogen radical, a hydrocarbon radical, or a cyano radical) 

12. A lithium secondary battery according to claim 1 or 2. wherein said cyclic compound containing a N-O radical in 
a molecular structure is a compound having a molecular structure shown by the following general fonnula (II); 



General formula (I): 



R5 



R4 
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General formula (II): 



Rl6 
Rl7 




•Rn 
Rio 



(Rg - R^g: a hydrogen radical, a hydrocarbon radical, or a cyano radical) 

13. A lithium secondary battery according to claim 1. wherein said cyclic compound which becomes a Mn2+ supplier 
is manganese (II) phthalocyanine or a manganese (II) phthalocyanine derivative. 

14. A lithium secondary battery according to claim 1 , wherein said compound (e) is alumatrane tetramer shown by the 
following chemical formula (III). 



15. A lithium secondary battery according to claim 1. characterized in that said nonionic surfactant Is a compound 
having an ether linkage. 

16. A lithium secondary battery according to claim 1 , wherein said nonionic surfactant is represented by the general 
fonnula Ri(OR2)nl^3R4 (n is an integer), the R^ radical and the R2 radical are groups mainly containing hydrogen 
(H) and/or carbon (C), the R3 radical is a group of oxygen (O). nitrogen (N), or an ether linkage (OCO), with linking 
on the side of the Rg radical, and the R4 radical is not hydrogen (H) but a group mainly containing hydrogen (H) 

and carbon (C). 

17. A lithium secondary battery according to claim 1 . wherein said lithium compound is lithium phosphate hexafluoride. 

18. A lithium secondary battery according to claim 1 , wherein lithium manganate having a cubic spinel structure having 
lithium and manganese as main components is used as a positive active material. 

19. A lithium secondary battery according to claim 1, wherein a carbonaceous material Is used as a negative active 
material. 

20. A lithium secondary battery according to claim 1 , wherein said water-extracting agent dissolves in said nonaqueous 
electrolyte solution. 



Chemical formula (III) 
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21 . A lithium secondary battery according to daim 1 , wherein said water-extracting agent is an organic phosphorous 
compound. 

22. A lithium secondary battery according to claim 1. wherein a hydrofluoric acid-extracting agent is added to said 
5 electrolyte solution. 

23. A lithium secondary battery according to claim 1. wherein said hydrofluoric acid-extracting agent is an organic 
silicon compound or an organic antimony compound: 

10 24. A lithium secondary battery according to claim 1 . wherein said hydrofluoric acid-extracting agent is one capable 
of dissolving in said nonaqueous electrolyte solution. 



25. A lithium secondary battery according to any one of claims 1 - 24. wherein a capacity of the battery is 2Ah or 



more. 



15 26. A lithium secondary battery according to any one of claims 1 - 25. wherein the battery is for being mounted on a 
vehicle. 

27. A lithium secondary battery according to claim 26, wherein the battery is used for an electric vehicle or a hybrid 
electric vehicle. 

20 

28. A lithium secondary battery according to claim 26. wherein the battery is used for starting of an engine. 
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FIG. 8 
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FIG. 10 
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FIG. 12 
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